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PURPOSE:To obtain a gas-separating plate whose mechanical strength and gas- separating property 
are not deteriorated if its electric conductivity is increased, by subjecting a powder material made of 
carbon grains, whose surfaces are covered with resin, to heat molding. 

CONSTITUTION:Carbon powder having a grain size of 5-1 Omu is mixed with a micro synthetic-resin 
powder such as nylon or polypropylene, before the mixture is heated to the fusing point of the 
synthetic resin. The heated mixture is cooled into a conglomerate, and the conglomerate is crushed, 
thus a powder material which consists of carbon grains whose surfaces are covered with the former 
resin being obtained. After that, the powder material is placed in a hot-press mold, and it undergoes 
heat molding at 180 deg.C under a pressure of 300kg/cm<2>, thus a gas-separating plate being 
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obtained. 
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